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A tubing (4) made of a formable steel grade which is lubject to strain 
hardening without incurring any necking or ductile fracturing as a result of the 
expansion process is expanded by moving an expansion mandrel (5) having a 
non-metatttc tapering outer surface through die tubing, thereby increasing the 
strength of the tubing while expansion forces remains low. 
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METHOD FOR EXPANDING A STEEL TUBING AND WELL WITH SUCH A TUBrNG 

The invention relates to expansion of tubings. More 
particularly the invention relates to a method of 
expanding a steel tubing by moving an expansion mandrel 
through the tubing. 

Numerous methods and devices are known for expansion 
of tubings. 

European patent specification 643794 discloses a 
method of expanding a casing against the wall of an 
underground borehole wherein the casing is made of a 
malleable material which preferably is capable of plastic 
deformation of at least 25% unaxial strain and the casing 
may be expanded by an expansion mandrel which is pumped, 
pulled or pushed through the casing. 

Other expansion methods and devices are disclosed in 
15 German patent specification No. 1583992 and in US patent 

specification Nos. 3,203,483; 3,162,245; 3,167,122; 
3,326,293; 3,785,193; 3,489,220; 5,014,779; 5,031,699; 
5,083,608 and 5,366,012. 

Many of the known expansion methods employ an 
initially corrugated tube and the latter prior art 
reference employs a slotted tube which is expanded 
downhole by an expansion mandrel. 

The use of corrugated or slotted pipes in the known 
methods serves to reduce the expansion forces that need 
to be exerted to the tube to create the desired 
expansion. 

It is an object of the present invention to provide a 
method for expanding an at least partly solid, i.e. 
unslotted, tubing which requires exertion of a low force 
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to expand the tubing and which provides a tubing having a 
larger diameter and higher strength than the unexpanded 
tubing and which can be carried out with a tubing which 
already may have a tubular shape before expansion. 
5 The method according to the invention thereto 

comprises the step of moving an expansion mandrel through 
the tubing thereby plastically expanding the tubing, 
wherein an at least partly solid tubing is expanded which 
is made of a formable steel grade which is subject to 

10 strain hardening without incurring any necking and 

ductile fracturing as a result of the expansion process 
and an expansion mandrel is used which has along at least 
part of its length a tapering non-metallic surface. 

As a result of strain hardening the tubing becomes 

15 stronger during the expansion process since for any 

further increment of expansion always a higher stress is 
required than for the preceding expansion. 

It has been found that the use of a formable steel 
grade for the tubing in combination with a non-metallic 

20 tapering surface of the expansion mandrel has a synerge- 

tic effect since the resulting expanded tubing will have 
an adequately increased strength while the expansion 
forces remain low. The low yield strength and high 
ductility of the tubing before expansion enables, if the 

25 tubing is to be used in an underground borehole, the use 

of a tubing which is reeled from a reeling drum into the 
borehole. 

It is observed that in the art of metallurgy the 
terms strain-hardening and work-hardening are synonyms 
30 and are both used to denote an increase of strength 

caused by plastic deformation. 

The term formable steel grade as used in this 
specification means that the tubing is able to maintain 
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its structural integrity while being plastically deformed 
into various shapes. 

Ways of determining forming characteristics of a 
steel are set out in the Metals Handbook, 9th edition, 
5 volume 14, Forming and Forging, issued by ASM 

International, Metals Park, Ohio (USA) . 

The term necking refers to a geometrical effect 
leading to non-uniform plastic deformations at some 
location by occurrence of a local constriction. From the 

10 point of necking on, the continual work hardening in the 

necked region no longer compensates for the continual 
reduction of the smallest cross-section in the neck, and 
therefore, the load carrying capacity of the steel 
decreases. With continuing loading, practically all 

15 further plastic deformation is restricted to the region 

of the neck, so that a highly non-uniform deformation 
occurs to develop in the necked region until fracture 
occurs . 

The term ductile fracturing means that a failure 
20 occurs if plastic deformation of a component that 

exhibits ductile behaviour is carried to the extreme so 
that the component separates locally into two pieces. 
Nucleation, growth and coalescence of internal voids 
propagate to failure, leaving a dull fibrous rupture 
25 surface. A detailed description of the terms necking and 

ductile fracturing is given in the handbook "Failure of 
Materials in Mechanical Design" by J. A. Collins second 
edition, issued by John Wiley and Sons, New York (USA) in 
1993. 

30 Preferably the tubing is made of a high-strength 

steel grade with formability and having a yield strength- 
tensile strength ratio which is lower than 0.8 and a 
yield strength of at least 275 MPa . When used in this 
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specification, the term high-strength steel denotes a 
steel with a yield strength of at least 275 MPa . 

It is also preferred that the tubing is made of a 
formable steel grade having a yield stress/tensile stress 
5 ratio which is between 0.6 and 0.7. 

Dual phase (DP) high-strength, low-alloy (HSLA) 
steels lack a definite yield point which eliminates 
Luders band formation during the tubular expansion 
process which ensures good surface finish of the expanded 
10 tubular. 

Suitable HSLA dual phase (DP) steels for use in the 
method according to the invention are grades DP55 and 
DP60 developed by Sollac having a tensile strength of at 
least 550 Mpa and grades SAFH 540 D and SAFH 59D D 
15 developed by Nippon Steel Corporation having a tensile 

strength of at least 540 MPa. 

Other suitable steels are the following formable 
high-strength steel grades 

an ASTM A106 high-strength low alloy (HSLA) seamless 
20 pipe; 

an ASTM A312 austenitic stainless steel pipe, grade 

TP 304 L; 

an ASTM A312 austenitic stainless steel pipe, grade 
TP 316 L; and 

25 - a high-retained austenite high-strength hot-rolled 

steel (low-alloy TRIP steel) such as grades 
SAFH 590 E, SAFH 690 E and SAFH 780 E developed by 
Nippon Steel Corporation. 

The above-mentioned DP and other suitable steels each 
30 have a strain hardening exponent n of at least 0.16 which 

allows an expansion of the tubing such that the external 
diameter of the expanded tubing is at least 20% larger 
than the external diameter of the unexpanded tubing. 
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Detailed explanations of the terms strain hardening, 
work hardening and the strain hardening exponent n are 
given in chapters 3 and 17 of the handbook "Metal 
Forming-Mechanics and Metallurgy", 2 nd edition, issued by 
5 Prentice Hall, New Jersey (USA), 1993. 

Suitably, the expansion mandrel contains an expansion 
section that has a conical ceramic outer surface. If the 
expansion mandrel is pumped through the tubing then the 
mandrel preferably comprises a sealing section which is 

10 located at such a distance from the tapering expansion 

section that when the expansion mandrel is moved through 
the tubing by means of exerting a hydraulic pressure 
behind the mandrel the sealing section engages a 
plastically expanded part of the tubing. This will 

15 generally be achieved if said distance is at least three 

times the wall thickness of the expanded tubing. 

The use of a ceramic conical surface reduces friction 
forces during the expansion process and by having a 
sealing section which engages the expanded tube it is 

20 avoided that hydraulic forces would result in an 

excessive expansion of the tubing. 

In such case it is preferred that the expansion 
mandrel contains a vent line for venting to the surface 
any fluids that are present in the borehole and tubing 

25 ahead of the expansion mandrel. 

Alternatively the tubing is expanded such that the 
outer diameter of the expanded tubing is slightly smaller 
than the internal diameter of the borehole or of any 
casing that is present in the borehole and any fluids 

30 that are present in the borehole and tubing ahead of the 

expansion mandrel are vented to surface via the annular 
space that remains open around the tubing after the 
expansion process. 



10 



WO 98/00626 PCTYEP97/03489 

- 6 - 

The invention also relates to a well provided with a 
tubing which is expanded using the method according to 
the invention. In such case the tubing may serve as 
production tubing through which hydrocarbon fluid is 
transported to the surface and a reelable service and/or 
kill line passes through at least a substantial part of 
the length of the tubing, through which line fluid can be 
pumped towards the bottom of the borehole while 
hydrocarbon fluid is produced via the surrounding 
production tubing. The use of such an expanded production 
tubing allows the use of almost the full wellbore for the 
transport of hydrocarbon fluids so that a relatively slim 
borehole may be utilized to attain the desired production 
rate. 

15 Alternatively the tubing may be expanded against the 

inner surface of a casing which is present in the bore- 
hole. In such case the tubing may either be used as a 
production tubing and/or as a protective cladding for 
protecting the well casing against corrosive well fluids 

20 and damage from tools that may be lowered into the well 

during maintenance and workover operations. 

These and other objects, features and advantages of 
the method and well system according to the present 
invention will be apparent from the accompanying claims, 

25 abstract and the following detailed description with 

reference to the accompanying drawing, in which 
Fig. 1 is schematic longitudinal sectional view of an 
underground borehole in which a tubing is expanded in 
accordance with the method according to the invention. 

30 Now referring to Fig. 1, there is shown a borehole 

traversing an underground formation 1 and a casing 2 that 
is fixed within the borehole by means of an annular body 
of cement 3. 
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A production tubing 4 which is made of a dual phase, 
high-strength low-alloy (HSLA) steel or other formable 
high-strength steel is suspended within the casing 2. 
An expansion mandrel 5 is moved in longitudinal 
5 direction through the tubing 4 thereby expanding the 

tubing 4 such that the outer diameter of the expanded 
tubing is slightly smaller than or is about equal to the 
internal diameter of the casing 2. 

The expansion mandrel 5 is equipped with a series of 

10 ceramic surfaces 6 which restrict frictional forces 

between the pig and tubing 4 during the expansion 
process. In the example shown the semi top angle A of the 
conical ceramic surface that actually expands the tubing 
is about 25°. It has been found that zirconium oxide is a 

15 suitable ceramic material which can be formed as a smooth 

conical ring. Experiments and simulations have shown that 
if the semi cone top angle A is between 20° and 30° the 
pipe deforms such that it obtains an S-shape and touches 
the tapering part of the ceramic surface 6 essentially at 

20 the outer tip or rim of said conical part and optionally 

also about halfway the conical part. 

The experiments also showed that it is beneficial 
that the expanding tubing 4 obtains an S-shape since this 
reduces the length of the contact surface between the 

25 tapering part of the ceramic surface 6 and the tubing 4 

and thereby also reduces the amount of friction between 
the expansion mandrel 5 and the tubing 4 . 

Experiments have also shown that if said semi top 
angle A is smaller than 15° this results in relatively 

30 high frictional forces between the tube and pig, whereas 

is said top angle is larger than 30° this will involve 
redundant plastic work due to plastic bending of the 
tubing 4 which also leads to higher heat dissipation and 
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to disruptions of the forward movement of the pig 5 
through the tubing 4. Hence said semi top angle A is 
preferably selected between 15° and 30° and should always 
be between 5° and 45°. 
5 Experiments have also shown that the tapering part of 

the expansion mandrel 5 should have a non-metallic outer 
surface to avoid galling of the tubing during the 
expansion process. The use of a ceramic surface for the 
tapering part of the expansion mandrel furthermore caused 

10 the average roughness of the inner surface of the 

tubing 4 to decrease as a result of the expansion 
process. The experiments have also shown that the 
expansion mandrel 5 provided with a ceramic tapering 
surface 6 could expand a tubing 5 made of a formable 

15 steel such that the outer tubing diameter D2 after 

expansion was at least 20% larger than the outer diameter 
Dl of the unexpended tubing and that suitable formable 
steels are dual phase (DP) high-strength low alloy ( HSLA) 
steels known as DP55 and DP60; ASTM A106 HSLA seamless 

20 pipe, ASTM A312 austenitic stainless steel pipes, grades 

TP 304 L and TP 316 L and a high-retained austenite high- 
strength hot rolled steel, known as TRIP steel manu- 
factured by the Nippon Steel Corporation. 

The mandrel 5 is provided with a pair of sealing 

25 rings 7 which are located at such a distance from the 

conical ceramic surface 6 that the rings 7 face the 
plastically expanded section of the tubing 4. The sealing 
rings serve to avoid that fluid at high hydraulic 
pressure would be present between the conical ceramic 

30 surface 6 of the mandrel 5 and the expanding tubing 4 

which might lead to an irregularly large expansion of the 
tubing 4 . 
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The expansion mandrel 5 is provided with a central 
vent passage 7 which is in communication with a coiled 
vent line 8 through which fluid may be vented to the 
surface. After completion of the expansion process the 
pig 5 may be pulled up to surface by the vent line and a 
coiled kill and/or service line (not shown) may be 
lowered into the expanded tubing 4 to facilitate 
injection of kill and/or treatment fluids towards the 
hydrocarbon fluid inflow zone which is normally be done 
via the annulus between the production tubing and the 
well casing. However, if the tubing 4 is expanded to a 
smaller diameter then the residual annular space between 
the casing 2 and expanded tubing 4 can be used for 
venting of fluids during the expansion process and for 
15 injection of fluids during the production process, in 

which case there is no need for using a vent line 8 and 
kill and/or service lines. 

In conventional wells it is often necessary to use a 
production tubing having an outer diameter which is less 
than 50% of the inner diameter of the well casing to 
enable a smooth insertion of the tubing even if the well 
is deviated and the casing has an irregular inner 
surface. Therefore it is apparent that the in-situ tubing 
expansion method according to the present invention 
enhances an efficient use of the wellbore. 

It will be understood that instead of moving the 
expansion mandrel through the tubing by means of 
hydraulic pressure, the mandrel can also be pulled 
through the tubing by means of a cable or pushed through 
the tubing by means of pipe string or rod. 

The method according to the invention can also be 
used to expand tubings that are used outside a wellbore, 
for example to expand oilfield tubulars at surface 
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facilities or to expand a tubing inside an existing 
tubing which has been damaged or corroded. 

The invention will now be further described on the 
basis of the following comparative experiments. 
5 Experiment 1 

An expansion mandrel having a conical ceramic surface 
(semi top angle A of cone * 20°) was moved through a 
conventional oil field tubular, known as casing grade L80 
13% Cr, which is a widely used casing type, having an 

10 initial outer diameter of 101.6 mm 14"), an initial wall 

thickness of 5.75 mm, a burst pressure of 850 bar and a 
strain hardening exponent n - 0.075. The expansion 
mandrel was designed such that the outer diameter of the 
expanded tubular would be 127 mm, so that the increase in 

15 diameter would be 20%. The tubular burst during the 

expansion process. Analysis showed that the ductility 
limit of the material had been exceeded so that ductile 
fracturing occurred. 
Experiment 2 

20 An experiment was carried out with a coiled tubing of 

the type QT-800 which is increasingly used as a pro- 
duction tubing in oil or gas wells. The tubing had an 
initial outer diameter of 60.3 mm, a wall thickness of 
5.15 mm, a burst pressure of 800 bar and a strain 

25 hardening exponent n = 0.14. An expansion mandrel was 

moved through the tubing which mandrel comprised a 
conical ceramic surface such that the semi top angle A of 
a cone enveloping the conical surface was 5° and which 
was designed such that the outer diameter of the expanded 

30 tubing would be 73 mm (increase of about 21%). This 

tubing burst during the expansion process. Analysis 
revealed that due to high friction forces the expansion 
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pressure had exceeded the burst pressure of the pipe 
during the expansion process. 
Experiment 3 

An experiment was carried out with a seemless pipe 
5 made of a formable steel grade known as ASTM 

A 106 Grade B. The pipe had an initial outer diameter of 
101.6 mm (4"), an initial wall thickness of 5.75 mm and a 
strain hardening exponent n » 0.175. 

An expansion mandrel was pumped through the pipe, 

10 which mandrel comprised a ceramic conical surface such 

that the semi top angle A of a cone enveloping the 
conical surface was 20° and such that the outer diameter 
of the expanded pipe was 127 mm (5") and the outer 
diameter increased by 21%. 

15 Tne PiP e was expanded successfully and the hydraulic 

pressure exerted to the mandrel to move the mandrel 
through the pipe was between 275 and 300 bar. The burst 
pressure of the expanded pipe was between 520 and 
530 bar. 
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CLAIMS 

1. A method of expanding a steel tubing, the method 
comprising the step of moving an expansion mandrel 
through the tubing thereby plastically expanding the 
tubing, wherein an at least partly solid tubing is 

5 expanded which is made of a formable steel grade which is 

subject to strain hardening without incurring any necking 
and ductile fracturing as a result of the expansion 
process and an expansion mandrel is used which has along 
at least part of its length a tapering non-metallic 
10 surface, 

2. The method of claim 1, wherein the tubing is made of 
a formable steel grade having a yield strength-tensile 
strength ratio which is lower than 0.8 and a yield 
strength of at least 275 MPa . 

15 3. The method of claim 1 or 2, wherein the tubing is 

made of a steel having a yield strength-tensile strength 
ratio which is between 0.6 and 0.7. 

4. The method of claim 1, 2 or 3, wherein the tubing is 
made of a dual phase (DP) high-strength low alloy (HSLA) 

20 steel. 

5. The method of claim 4, wherein the tubing is made of 
Sollac grade DP55 or DP60 having a tensile strength of at 
least 550 Mpa or Nippon grade SAFH 540 D or SAFH 590 D. 

6. The method of claim 1, 2 or 3 wherein the tubing is 
25 made of a formable high-strength steel grade which is 

selected from the following group of steel grades: 

an ASTM A106 high-strength low alloy (HSLA) seamless 
. pipe; 
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an ASTM A312 austenitic stainless steel pipe, grade 
TP 304 L; 

an ASTM A312 austenitic stainless steel pipe, grade 
TP 316 L; and 

5 a high-retained austenite high-strength hot rolled 

steel which is known as TRIP steel. 

7. The method of any preceding claim, wherein the tubing 
is expanded such that the external diameter of the 
expanded tubing is at least 20% larger than the external 

10 diameter of the unexpanded tubing and wherein the strain 

hardening exponent n of the formable steel of the tubing 
is at least 0.16. 

8. The method of any preceding claim, wherein the 
expansion mandrel comprises a tapering expansion section 

15 which has a smooth ceramic outer surface which is 

oriented at an acute angle A which is between 5° and 4 5° 
with respect to a longitudinal axis of the mandrel and 
which induces the tubing to expand without inducing any 
galling of the tubing and such that the average roughness 

20 of the inner surface of the tubing decreases as a result 

of the expansion process. 

9. The method of claim 8, wherein the ceramic outer 
surface of the tapering expansion section is made of 
zirconium oxide and is oriented at an acute angle A which 

25 is between 15° and 30° with respect to a longitudinal 

axis of the mandrel. 

11. The method of any preceding claim, wherein the tubing 
is expanded by pumping the expansion mandrel through the 
tubing . 

30 12. The method of claim 7 and 11, wherein the expansion 

mandrel comprises a sealing section which is located at 
such a distance from the expansion section that when the 
expansion mandrel is pumped through the tubing the 
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sealing section engages a plastically expanded part of 
the tubing. 

13. The method of claim 11 or 12, wherein the tubing is 
expanded inside an underground borehole and the expansion 

5 mandrel contains a vent line for venting any fluids that 

are present in the tubing ahead of the expansion mandrel 
to the surface. 

14. The method of claim 11 or 12, wherein the tubing is 
expanded inside an underground borehole such that the 

10 outer diameter of the expanded tubing is slightly smaller 

than the internal diameter of the borehole or of any 
casing that is present in the borehole and any fluids 
that are present in the borehole and tubing ahead of the 
expansion mandrel are vented to surface via the annular 

15 space that remains open around the tubing after the 

expansion process. 

15. The method of any preceding claim, wherein the tubing 
is lowered into an underground borehole after reeling the 
tubing from a reeling drum. 

20 16. A well provided with a tubing which is expanded using 

the method of any preceding claim, wherein the tubing 
serves as a production tubing through which hydrocarbon 
fluid is transported to the surface and a reelable 
service and/or kill line passes through at least a 

25 substantial part of the length of the interior of the 

tubing, through which line fluid can be pumped towards 
the bottom of the borehole while hydrocarbon fluid is 
produced via the surrounding production tubing. 
17. A well provided with a tubing which is expanded using 

30 the method according to any one of claims 1-13, wherein 

the tubing is expanded against the inner surface of a 
casing which is present in the borehole. 



WO 98/00626 



PCT/EP97/0J489 




INTERNATIONAL SEARCH REPORT 



Into n* Application Mo 

PCT/EP 97/63489 



A. CLASSFKATIOM OF SUBJECT MATTER 

IPC 6 E21B43/16 E21B29/10 E21B17/9Q 


C2107/12 


B21039/20 


According to tnavnalionai Patent Cta*»ficntibn (IPC) Of to both nation a) onvatfioabon 


and IPC 




8. FIELDS SEARCHED 


MjAwum daawwKMiow aaaichad (otaM SooBoo ■yolawi fottowod by olaa aoication ■yiwteofc) 

IPC 6 E21B C21D B21C 62 10 


DocmiwiiUUioft aaarahad othar than nwi«>i«mdooMnwnt«!ian la th* • stent th«1 tuoh 


iVitmimirfa am imlurtof 


( in tha «*U> MaretMd 



Elactromo data btn iwnwkKi during tha intaroationaJ nanMtt tnama ot d 



a DOCUMENTS CONStOEREO TO BE RELEVANT 



Category' 



Citation of dooumonL with tiulifiatinii, atw» appcopciata, of tho Pahvant paaaasna 



US 4 533 405 A (SPONSELLER) 6 August 1985 

see column 1, line 15 - line 27 

see column 2, line 67 - column 3, line 2 

see column 4, line 26 - line 29 

see column 14, line 47 - line 51 

see column 17, line 25 - line 27 

CH 189 467 A (THEINTZ) 16 January 1936 
see page 1, right-hand column* line 17 - 
line 19 



US 4 938 266 A (TOMITA) 
see the whole document 



3 July 1999 
-/-- 



m 



Patent family ffloiffeota o* natod in onnnju 




Of priority dan* 

OlMlkMMtfOM 


adaabaH ojteftw interna*! 
and not in oonffotwtfitfMi 
•and Via pftedpta or thaafy 1 


Iff 

' ill 




nSSTiapi 


dor tana ot baa 
4)011 tea doouroi 


[imidaurf m 


dilBMt— ntojoi 


rtkanar ratal 
Jdaradjotj 


poteo on oaravd) 
i ona ov fnofo ot 


• atep aOten tea 
hooaob doou 
•pofaoft oWoad 

¥ 


mow on. 


bororthaai 





Date of tea a 



39 September 1997 



Dataofmatfnaoftea. 

08.10.97 



.of tea ISA 



Eofopooa Potent Ofooo* P.B. 56*1 1 

rC22fOHVftp»% 

Tot (♦JVTO) 34*4040. Ti. 31 « 1 

FaEt+31-78) S40-J014 



Sogno, M 



page 1 of 3 



INTERNATIONAL SEARCH REPORT 



kit*. a* AppUcsUon Mo 

PCT/EP 97/83489 



C.(Cen«m«*>fi| DOCUMENTS CONSIOEREO TO B€ RELEVANT 



WO 93 25799 A (SHELL CANADA LIMITED) 23 

December 1993 

cited in the application 

see abstract 

see page 2, line 32 - line 35 
see claim 16 

see page 4, line 20 - line 26 
see page 5, line 23 - line 35 
see page 3, line 17 - line 20 

US 3 901 063 A (NILESHWAR) 26 August 1975 
see column 1, line 34 - line 40 

0E 93 04 218 U (PURMO AG) 8 July 1993 
see page 4, line 14 - line 16 

US 5 366 012 A (LOHBECK) 22 November 1994 
cited in the application 
see column 2, line 48 - coluim 3, line 5 
see column 3 f line 34 * line 57 

DE 15 83 992 B (MANNESMAN A.G. ) 9 June 
1971 

cited in the application 
see claim 1 

GB 861 603 A (LA SALLE STEEL COMPANY) 22 
February 1961 

see page 1, line 11 - line 15 
see claim 1 

US 5 352 406 A (BARTERI) 4 October 1994 
see column 1, line 14 - line 21 
see column 1, line 68 - column 2 V line 2 
see column 2. line 64 - line 68 

US 4 832 757 A (COX) 23 Nay 1989 
see abstract 

see column l t line 13 - line 14 
see column 1, line 45 - line 51 
see column 2, line 34 - line 45 

PATENT ABSTRACTS OF JAPAN 

vol. 607 t no. 281 (C-260), 15 Oecorter 

1983 

& JP 58 157948 A (KAWASAKI SEITETSU KK), 
20 Septenter 1983 , 
see abstract 

-/-- 



f*m fCTfiSAfltO turn mm m * Maatwj t hm * gmy WW) 



page 2 of 3 



INTERNATIONAL SEARCH REPORT 



PCT/EP 97/63489 



CjContlnostton) OOCUMENTS CONSOEREO TO flE RELEVANT 


Category* 






A 


DATABASE WPJ 

Section Ch, Week 8343 

Derwent Publications Ltd., London, GB; 

Class H24, AN 83-798811 

XP6e2020522 

& JP 58 157 948 A (KAWASAKI STEEL) , 20 
see abstract 


1 


A 


PATENT ABSTRACTS OF JAPAN 

vol. 015, no. G64 (C-0806). 15 February 

1991 

& JP 92 290920 A (NIPPON STEEL CORP), 39 
November 1990, 
see abstract 


1 


A 


DATABASE WPI 

Section Ch, Week 9183 

Derwent Publications Ltd., London, gb; 

Class H81, AN 91-918662 

XP002020523 

& JP 02 290 928 A (NIPPON STEEL CORP) , 30 
November 1998 
see abstract 


1 


A 


tic c nnA ecu a ( ccou AUf\r7\ c ini>« 1000 
US 5 224 doO A (FtRNANOtZ) 0 July 1993 

see column 10, line 61 - column 11, line 3 


1 


A 


US 4 966 643 A (LEMELSON) 2 October 1998 
see abstract 


1 


A 


GB 2 155 950 A (NIPPON STEEL CORPORATION) 
2 October 1985 
see abstract 


1 


A 


US 5 014 779 A (MEL1NG) 14 Nay 1991 

cited in the application 

see column 4, line 12 - line 28 


1 


A 


US 3 489 220 A (KINLEY) 13 January 1978 
cited in the application 
see claim 1 


1 


A 


US 3 162 245 A (HOWARD) 22 December 1964 

cited in the application 

see column 2, line 69 - column 3, line 10 


1 


A 


US 3 203 483 A (VINCENT) 31 August 1965 

cited in the application 

see column 3, line 36 - line 65 


1 



<Jt»«Q4Ju*y1fS2) 



page 3 of 3 



INTERNATIONAL SEARCH REPORT 



Pd«nt document 
cited in March report 



US 4533465 A 



CH 189467 A 
US 4938266 A 



WO 9325799 A 



US 3981663 A 
OE 9304218 U 
US 5366012 A 



PuUiodaon 
(fat* 



66-08-85 



03-67-96 



23-12-93 



26-68-75 
08-07-93 
22-11-94 



Mm xial ApptcaUon Mo 

PCT/EP 97/03489 



Patent family 



US 4453986 A 



NONE 



JP 
JP 
JP 
JP 
DE 
EP 



1156421 
2017565 
1156422 
2017506 
3874168 
6326663 



AU 670948 8 
AU 4324493 A 
CA 2137566 
OE 69366116 
DE 69306119 
EP 6643794 
7567616 
944721 
253124 
5348695 



JP 
NO 
NZ 
US 



NONE 



NONE 



AU 672088 6 
AU 4324593 A 
CA 2137565 
DE 69305852 
DE 69365852 
WO 9325800 
EP 0643795 
JP 7507611 
HO 960219 
NO 944746 
NZ 253125 



PiibCcrioo 
date 



12-66-84 



20-06-89 

19- 02-96 

20- 66-89 
19-62-96 
61-16-92 
14-66-89 



08-08-96 

04- 81-94 

23- 12-93 
02-01-97 

05- 06-97 
22-03-95 

24- 08-95 
07-12-94 
27-02-96 
20-09-94 



19-09-96 
04-01-94 
23-12-93 
12-12-96 

22- 05-97 

23- 12-93 
22-03-95 

24- 08-95 
31-05-97 
03-02-95 
27-02-96 



DE 1583992 B 



09-06-71 



NONE 



(.Mr not 



page 1 of 3 



INTERNATIONAL SEARCH REPORT 


tntan ull 


l«>ac«UonNo 




PCT/EP 97/03489 


ft | i i d iti i ii mi nit 

cH«d in »Mfch raport 


data 


Petal* l«m»y 
fn«n Awr (•) 


ruoaoawow 
data 


GB 861603 A 




NONE 






US 5352406 A 


04-10-94 


IT 1263251 6 
EP 0594935 A 
NO 931530 A 


05-08-96 
04-05-94 
28-04-94 


US 4832757 A 


23-05-89 


NONE 






US 5224560 A 


06-07-93 


US 5137097 A 
AU 9042291 A 
CN 1061457 A 
W0 9208033 A 
US 5199516 A 


11-08-92 

26- 05-92 

27- 05-92 
14-05-92 
06-04-93 


US 4960643 A 


02-10-90 


US 5456406 A 
US 4974498 A 
US 5096352 A 
US 5040501 A 
US 5067826 A 
US 5255929 A 
US 5132587 A 
US 5288556 A 
US 5284394 A 
US 5332348 A 
US 5360227 A 


10-10-95 
04-12-90 
17-03-92 

20- 08-91 
26-11-91 
26-10-93 

21- 07-92 

22- 02-94 
08-02-94 
26-07-94 
01-11-94 


GB 2155950 A 


02-10-85 


JP 69187663 A 
JP 60187664 A 
CA 1239568 A 
DE 3507124 A 
FR 2560608 A 


25-09-85 

25- 09-85 

26- 07-88 
12-09-85 
06-09-85 


US 5014779 A 


14-05-91 


CA 1322151 A 
W0 9005831 A 
AU 621350 B 
AU 3189889 A 
DE 3887905 D 
EP 0397875 A 
NO 174637 B 


14-09-93 
31-05-90 
12-03-92 
12-06-90 
24-03-94 
22-11-90 
28-02-94 





Font FCT/BAOtO fptfrttf tm**f mm4 U+t ««| 



page 2 of 3 



INTERNATIONAL SEARCH REPORT 



PCT/EP 97/93489 



ctt«d in ft«arot> report 


ruwonion 

data 


P**ri Immiy 


Pubbcalion 
date 


US 3489220 A 


13-91-70 


NONE 




US 3162245 A 


22-12-64 


NONE 




US 3233483 A 


31-08-65 


NONE 





rem PCTnaAAlO (ptfw« tarn* wm4 (J*r 1M0| 



page 3 of 3 



This Page is Inserted by IFW Indexing and Scanning 
Operations and is not part of the Official Record 

BEST AVAILABLE IMAGES 

Defective images within this document are accurate representations of the original 
documents submitted by the applicant. 

Defects in the images include but are not limited to the items checked: 

□ BLACK BORDERS 

□ IMAGE CUT OFF AT TOP, BOTTOM OR SIDES 
SHADED TEXT OR DRAWING 
^BLURRED OR ILLEGIBLE TEXT OR DRAWING 

□ SKEWED/SLANTED IMAGES 

□ COLOR OR BLACK AND WHITE PHOTOGRAPHS 

ZiY SCALE DOCUMENTS 
ES OR MARKS ON ORIGINAL DOCUMENT 
TERENCE(S) OR EXHIBIT(S) SUBMITTED ARE POOR QUALITY 

□ OTHER: 

IMAGES ARE BEST AVAILABLE COPY. 
As rescanning these documents will not correct the image 
problems checked, please do not report these problems to 
the IFW Image Problem Mailbox. 




